Permanent Painting

> green or emeraude green. It is a peculiarly crys-
ie color, and when ground exceedingly fine loses
>rilliancy. Some samples contain green aniline,
h is added for the purpose of giving it staining
ir, because emerald green of itself is a defective
exceedingly weak color. Being a compound of
lie and copper, it is very easily decomposed by
iur gases, although it is fairly permanent to light.
one of the fugitive colors for whose existence there

be some excuse, because it is exceedingly bril-
, and when used with extreme care and varnished

as soon as it is thoroughly dry, there is no rea-
rvhy it should not last 50 or roo years.
arine painters use it for painting the starboard
, and sometimes produce a most brilliant effect by
ing  with a hydrated oxide  of chromium,  then
ing- a ring of emerald green, and in the center
ng a touch of zinc white.    This gives the effect
iminosity.
nerald green dries slowly and should always be

alone.    It sometimes destroys lake colors in a
hours.

EXTRACT OF VERMILION

lis is a misnomer, for there is no such thing as
ctract of vermilion. The color is generally a very
vermilion of scarlet shade, and the description
r the head of Chinese and English vermilion an-
> the description of extract of vermilion.
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